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DRAWING NO. 
D3624 


TITLE 


BUB~LE 
WINDOW (A119) 


NEW ISSUE 


REV. 
,.. 


SHEET I OF 1 


S~E 


1;10 


AL 
19.9 


R3.9 


5.0. (REF) 
MIN. MAT'L 
THICKNESS 
= 0.025" 


MIN. MArL 
12.0.~0.25" 
I 
4.0. 
THICKNESS 
, 
- 
0.050. 


3.0. 
MIN. MAT'L 
THICKNESS 
- 
0.100. 


ENGRAVE PIN & BIN ON 
FLANGE, USE 
0.125" 
LETTERS 
TO MAX DEPTH OF 0.005". 
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D3624-2 
BUBBL£ WINDOW 
1) 
MATERIAL: 
POLYCAST 11 CLEAR ACRYLIC 
OR 
PLEXIGLAS 
"G" CAST ACRYLIC, 
0.177 
It THICK 
(REF 
DART SPEC. 
M-ACRYLlC-S.177) 
2) 
FORM PER DT8953 
FORMING 
PROCESS: 
(0) 
DRAPE 
MAT'L 
OVER DT8953 
MOLD 
(b) 
HEATTO 290'F 
(c) 
VACUUM 
TO SPECIFIED" HEIGHT 
(d) 
LEAVE FOR AT 4 
MINUTES TO COOL 
(e) 
TRIM WINDOW PER 
DT8954 
3) 
ALL 
01MENSIONS 
ARE 
IN INCHES 
4) 
TOLERANCES 
ARE 
PER 
DART OSI 018 
UNLESS 
OTHERWISE NOTED 
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